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Abstract of EP 1096029 (A1 ) 

A steel sheet having a composition comprising C: 0 05-0.20 mass %, Si. 0.3-1 8 mass %, Mn: 1,0-3.0 mass 
%. Fe of the baiance and inevitable impurities is subjected to a primary step of primary heat treatment and 
subsequent rap-d cooling to Ms point or lower, a secondary step of secondary heat treatment and 
subsequent, rapd cooling, and a tertiary step of galvanizing treatment and rapid cooling, so as to turn the 
structure of the steel sheet :nto a composite structure of 20% or more by volume of tempered martensite, 
2% or more by volume of retained austenile. ferrite and a low-temperature transformation phase A 
galvanized layer is deposited cn the surface of the steel sheet. It is preferred to coo! the stee! sheet to 300 
DEC C at a coding rate of 5 DEG C/sec. or more after the galvanizing treatment. After the galvanizing 
treatment, alloying treatment may be conducted. 
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(54) HIGH TENSILE HOT-DIP ZINC-COATED STEEL PLATE EXCELLENT IN DUCTILITY AND 
METHOD FOR PRODUCTION THEREOF 



(57) A steal sheet having a composition comprising 
C: 0.05-0.20 mass %, Si: 0.3-1. B mass %, Mn: 1.0-3.0 
mass %, Fe of the balance and inevitable impurities is 
subjected to a primary step of primary heat treatment 
and subsequent rapid cooling to Ms point or lower, a 
secondary step of secondary heat treatment and subse- 
quent rapid cooling, and a tertiary step of galvanizing 
treatment and rapid cooling, so as to turn the structure 
of the steel sheet into a composite structure of 20% or 
more by volume of tempered martensite, 2% or more by 
voiume of retained austenite, ferrite and a low-tempsra- 
lure transformation phase. A galvanized layer is depos- 
ited on the surface of the steel sheet. It is preferred to 
cool the steel sheet to 300°C at a cooling rate of 5 
°C/sec. or more after the galvanizing treatment. After 
the galvanizing treatment, alloying treatment may be 
conducted. 
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Description 
Technical Fleid 

5 [0001] The present invention relates to a high-strength galvanized steel sheet and in particular to an improvement 
in ductility of a high-strength galvanized steel sheet produced in a continuous galvanizing line. 

Background Art 

ret [0002] Recent years, an improvement In fuel efficiency of cars has been demanded from the viewpoint of preserva- 
tion of global environment. Further, in order to protect passenger "m cars upon collision, an improvement in safety of car 
bodies eiso has been demanded. For such reasons, car bodies ere being positively made lighter and stronger. It is said 
that in order to satisfy the lightening and strengthening of car bodies simultaneously, high strengthening of raw materi- 
als of their parts is effective. Recently, high-strength steel sheets have been positively used for car parts. 

fs [0003] A great number of car para that are made of steel sheets are formed by press forming. Therefore, excellent 
press formabiiity is required to steel sheets for car parts. In order to attain excellent press formability, it is firstly impor- 
tant to ensure high ductility. For this reason, it is strongly demanded that high-strength steei sheets for car parts have 
high ductility. 

[0004] As a high-strength steel sheet excellent In ductility, there is suggested a structure strengthening type steel 
so sheet with e composite structure of ferrite and s low-temperature transformation phase. A dual phase type steel sheet 
having a composite structure of ferrite and martensUe is typical of this structure strengthening type steel sheet. 
Recently, a high-ductility steel sheet using transformation-inducing plasticity resulting from retained austenite has 
become practicable. 

[0005] Incidentally, for car parts, high corrosion resistance is also demanded in the case of certain regions to which 
25 they are applied. As raw materials of parts which are applied to such regions, are preferable galvanized steel sheets 
which are mainly alloyed, galvanized steel sheet 

[0006] Therefore, In order to promote further lightening and strengthening of car bodies, a high-strength galvanized 

steel sheet excellent in both corrosion resistance and ductility has come lo be an indispensable material. 

[0007] At present, however, a great number of galvanized steel sheets are produced in continuous galvanizing 

30 lines. In many cases, annealing equipment and galvanizing equipment are continuously installed In these continuous 
galvanizing lines. Thus; cooling after annealing is Interrupted at galvanizing temperature by galvanizing treatment after 
the annealing. Therefore, It is difficult to make art average cooling rate in the whole of the steps large. 
[0008] Accordingly, concerning high-strength galvanized steel sheets produced In a continuos galvanizing line, it is 
difficult that martensite and retained austenite, which are generally produced under a cooling condition whose cooling 

35 rate is large, are caused to be contained in the steel sheets that have been subjected to galvanizing treatment. 

[0009] An example of a method for producing a structure strengthening type high-strength galvanized steel sheet 
In a continuous galvanizing line is a method that makes it easy to produce a low-temperature transformation phase, 
such as martensite by adding an alloying element causing a rise in hardenability, such as Cr or Mo, in a great amount 
to the steel. However, there arises a problem that the addition of a large amount of the alloying element causes a rise 

■io in production costs. 

[0010] For example, Japanese Patent Application Publication Ho. 62-40405 suggests a manufacturing method of a 
structure strengthening type alloyed galvanized steel sheet having high-strength, using a continuous galvanizing line for 
heating sheet steei comprising C: 0.005-0.1 5%, Mn: 0.3-2.0%, and Cr: 0.03-0.3% to a temperature between Ac, trans- 
formation temperature and A&3 transformation temperature, subjecting the steel sheet to galvanizing treatment In the 

js middle of cooling the steel sheet, subjecting the steel sheet to alloying treatment wherein the steel sheet is heated to a 
temperature between 500°C and Ac, transformation temperature, and subsequently cooling the steel shea- lo 300°C. 
This manufacturing method of alloyed galvanized steel sheet having high-strength !s characterized in that the cooling 
after the heating to a temperature between Ac, transformation temperature and Ac 3 transformation temperature, and 
the cooling to 300°C after the alloying treatment are performed at cooling rates that are not less than a critical cooling 

so rate defined by an equation related to the Cr and Mn content. A dua! phase type steel sheet comprising, in a ferrite 
aase, a low-temperature transformation structure made mainly of martensite Is thereby prepared and e steel sheet hav- 
ing an alloyed galvanized layer thereon is produced. 

[0011] In the art described in the Japanese Patent Application Publication No. 52-40405, however, it is necessary 
to adjust cooling conditions after the annealing and the galvanizing treatment in the continuous galvanizing line so as 
£5 to match with the compositions of respective steel sheets. In such adjustment of the cooling conditions, problems arise 
because of restrictions about equipment of the continuous galvanizing line. It cannot be said that the ductility cf the steel 
sheet produced by the technique described in the Japanese Patent Appiication Publication No. 62-40405 is sufficient. 
[QQ12] Incidentally, there are proposed manufacturing methods for obtaining a high-strength galvanized sieei sheet 
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utilizing tempered martensite for excellent formability, using a continuous galvanizing line, which is different ircm the 
structure strengthening type galvanized steel sheet having high-strength described in the Japanese Patent Application 
Publication No. 62-40405. 

[0013] For example, Japanese Patent Application Laid-Open No. 6-93340 suggests a manufacturing method of a 
5 high-strength, ailoyed, galvanized steel sheet comprising heating and holding at not less than recrystallization temper- 
ature and not less than Ac, transformation temperature, subsequent rapid cooling to not more than Ms point tempera- 
ture, heating at a temperature that is not less than the Ms point temperature and that is not less than galvanlzsng-bath 
temperature and a'loying-furnace temperature, and subsequent immersion into a ga!vanizing-tank. 
[0014] Japanese Patent Application Laid-Open No. 6-1 081 52 suggests a manufacturing method of a high-strength, 
id alloyed, galvanized steel sheet excellent in bendabifity, comprising a recrystallization annealing step involving holding 
at a temperature from (Ac 3 transformation temperature — 50°C) to 900°C for at least 1 second or more, a step of per- 
forming galvanization, and a subsequent step of conducting reheating treatment at a temperature from Ac, transforma- 
tion temperature to 250 C C (both inclusive), in which cooling is performed from a temperature higher than Ms point 
temperature to the Ms point temperature or lower at a cooling rate that is not less than a critical cooling rate, which 
ts depends on the amounts of alloying elements, after the recrystallization annealing step and before the reheating treat- 
ment step. 

[0015] Both of the techniques described in the Japanese Patent Application Laid-Open No 6-93340 and the Japa- 
nese Patent Application Laid-Open No. 6-103152 are manufacturing methods of a high-strength, alloyed, galvanized 
steel sheet in which the steel sheet is quenched from an austenito temperature range to a temperature not more than 
20 Ms point temperature before galvanizing or alloying treatment to produce a steel sheet having martensite structure and 
then this Is reheated to produce tempered martensite. 

[0016J However, both of the steel sheets produced by the techniques described in the Japanese Patent Application 
Laid-Open No. 6-93340 and the Japanese Patent Application Laid-Open No. 6-108152 insufficiently satisfy ductility that 
is presently required as raw materials of car parts or the ilke. Thus, a further improvement in ductility is desired. 

15 

SUMMARY OF THE INVENTION 

[0017] The present invention provides a high-strength galvanized steel sheet which has sufficient ductility fora raw 
material of car pans and well-balanced strength and elongation and a manufacturing method thereof, solving the 
ao above-mentioned problems In the prior art. The high-strength galvanized steel sheet of the present Invention is desira- 
bly produced using a continuous galvanizing line. 

[0018] In order to produce a high-ductility and high-strength galvanized steel sheet using a continuous galvanizing 
line, the inventors repeatedly made eager investigations from the viewpoint of the chemical compositions of steel sheets 
and the microstructure thereof. As a result, it has been found that by making the structure of a high-strength galvanized 
35 steel sheet obtained after galvanizing treatment up to a composite structure comprising tempered martensite, retained 
austenlte, and the balance of ferrite and a low-temperature transformation phase, the steel sheet can be caused to 
exhibit excellent ductility. 

[0019] Furthermore, the following finding has been obtained: in order to make the structure of steel sheet up to a 
composite structure comprising tempered martensite, retained austenite, and the balance of ferrite and a low-iemper- 

40 ature transformation phase, the structure of steal sheet whose chemical composition is adjusted within a given range 
is first made to a microstructure having !ath-like martensite and then the steel sheet is subjected to reheating and gal- 
vanizing treatments under given conditions in a continues galvanizing line, tn this way, the steel sheet can be made 1o 
have the above-mentioned composite structure comprising tempered martensite, retained austenite, and the balance 
of ferrite and the low-temperature transformation phase, Ihereby coming to a high-strength galvanized steel sheet that 

45 Is very good in ductility. 

[0020] The present invention has been made on the basis of the above-mentioned findings. 
[0021] That is, a first present invention is a galvanized steel sheet having excellent ductility, characterized by com- 
prising, as a topmost layer of the steel sheet, a gslvanlzod layer or an ailoyed galvanized layer, 

the steel sheet having a composition comprising C: 0.05-0.20 mass %, Si: 0.3-1 .8 mass %, Mn: 1 .0-3.0 mass %, 

so Fe of the balance and inevitable impurities, and comprising a composite structure having tempered mertsnsite, retained 
austenite, ferrite and a low-temperature transformation phase, the tempered martensite being contained in an amount 
of 20% or more by volume, and the retained austenite being contained in an amount of 2% or more by volume. In the 
first present invention, not only the above-mentioned composition but also one or more groups selected from the follow- 
ing groups (a)-(d) may be comprised: 

55 

(a group): one or two selected from Cr and Mo in a total amount of 0.05-1 .0 roass%', 
(b group): B: 0.003 mass % or less, 

(c group): one or more selected from Ti, Nb and V in a total amount of 0.01 -0.1 mass %, ana 
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{d group): one or two selected from Ca and REM in a total amount of 0.01 mass % or less. 

[0022] A second present invention is a method for manufacturing a galvanized steel sheet characterized by per- 
forming successively a primary step of subjecting steel sheet having a composition comprising C: 0.05-0.20 mass %, 

5 Si: 0.3-1 .8 mass %, Mn: 1 .0-3.0 mass %, Fe of the balance and inevitable impurities to primary heat treatment in which 
the steel sheet is held at e temperature of (Ac-, transformation temperature — 50° C) or higher for 5 seconds or more, 
and then cooling the steel sheet to a temperature that is not more than Ms point temperature at a cooling rate of 10 
°C/sec. or more; a secondary step of subjecting the steel sheet to secondary heat treatment in which the stee! sheet is 
held within a temperature range between Ac, transformation temperature and Acg transformation temperature for 5-1 20 

io sec. and then cooling the steel sheet So a temperature that is 500"C or lower at a cooling rate of 5 c C/sec. or more; and 
a subsequent tertiary step of subjecting the steei sheet to galvanizing treatment to form a galvanized layer on the sur- 
face of the steel sheet end then cooling the steel sheet to 300°C at a cooling rate of 5°C/sec. or more. In the second 
present invention, the tertiary stop is preferably a step of subjecting the steel sheet to galvanizing treatment to form the 
galvanized layer on the surface of the steel sheet, reheating the steel sheet to a temperature range of 450 to 55C°C so 

is as to subject the galvanized layer to alloying treatment and, after the alloying treatment, cooling the steel sneet to 3C3°C 
at a cooling rate of 5 "C/sec. or more. 

[0023] In the second invention, not only the above-mentioned composition but also one or more groups selected 
from the following groups (a)-(cf) may be comprised: 

so (a group): one or two selected from Grand Mo in a total amount of 0.05-1.0 mass %, 
(b group): B: 0.003 mass % or less, 

(c group): one or more selected from Ti, Nb and V in a total amount of 0.01-0.1 mass%, and 
(d group): one or two selected from Ca and REM in a total amount of C.01 mass % or less. 

ps [0024] In the second invention, preferably the steel sheet is made to hot-rolled steel sheet that has been subjected 
to final hot rolling at a temperature that is (Ar 3 transformation temperature — 50°C) or higher, and the primary step is 
replaced by a hot-rolled steel sheet structure adjusting step of cooling the steel sheet rapidly to a temperature that is 
Ms point temperature or lower at a cooling rate of 1 0°C/sec. or more after the final hot roiling. 

30 THE BEST MODE TO CARRY OUT THE INVENTION 

[0025] The high-strength galvanized steel sheet of the present invention is a galvanized steel sheet having, as a 
topmost layer thereof, a galvanized layer or an alloyed galvanized layer. 

[0026] Reasons for limiting the chemical composition of the steel sheet used in the present invention will first be 
35 described. In the present invention, % in the composition means mass %, 

C: 0.05-0.20% 

C is an essential element for making the strength of any steel sheet high and has an effect for producing 
retained austenite and the low-temperature transformation phase. Thus, C is an indispensable element. However, 
40 if the C content is below 0.05%, desired high-strength cannot be obtained. On the other hand, it it is over 0.20%, 
weldability comes to deteriorate. Therefore, the C content is limited within a range of 0.05 to 0.20%. 
Mn: 1.0-3.0% 

Mn has effects for strengthening steel by solid-solution hardening, improving hardenability ot steel, and pro- 
moting the production of retained austenite and the low-temperature transformation phase. Such effects can be 
4S recognized if the Mn content is 1.0% or more. On the other hand, if Mn is contained in an amount over 3.0%, the 
effects are saturated and the effects matching with the content cannot be expected. Thus, casts rise. Therefore, the 
Mn content is limited within a range of 1.0-3.0%. 
Si: 0.3-1.8% 

Si has effects for strengthening steel by solid-solution hardening, and stabilizing austenite to promote the pro- 
50 duction of retained austenite. Such effects can be recognized if the Si content is 0.3% or more. On the other hand, 
if Si is contained in an amount over 1.8%, capability of being galvanized deteriorates remarkably. Therefore, the Si 
content is limited within a range of 0.3-1.8%. 

[0027] Furthermore, if necessary, the steel sheet of the present invention may comprise not only the above-man- 
55 tioned composition but also one or more selected from the following groups (a)-(d). 

(a group): one or two selected Srom Cr end Mo in a totai amount of 0.05-1.0%. 

Cr and Mo are elements having effects forlmproving hardenability of steel and promoting the production of the 
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low-temperature transformation phase. Such effects can be recognized ii one or two selected from Cr and Mo are 
contained In a total amount of 0.05% or more. On the other hand, if they are contained in a total amount over 1 .0%, 
the effects are saturated and the effects matching with the content cannot bo expected. Thus, economical disad- 
vantage is caused. Therefore, the total amount of one or two selected from Cr and Mo is desirably limited within a 

s range of 0.05-1. 0%. 

(b group): B: 0.003% or less 

B is an element having an effect for improving hardenaciliiy of steel. If necessary, B is contained. However, if 
the B content Is over 0.003%, the effect is saturated. Therefore, the B content is desirably iimitecf to 0.003% or less. 
More desirable content is 0.001-0.002%. 

w (c group): one or more selected from Ti, Nb and V in a total amount of 0.01 -0.1 % 

TI, Nb and V have effects for making carbide, nitride and attaining high strength of steel by precipitation hard- 
ening. If necessary, these may be added. Such effects are recognized in the case that the total amount of one or 
more selected from Ti, Nb and V is 0.01% or more. On the other hand, if they are contained in a total amount of 
more than 0.1%, too high strength is attained so that ductility deteriorates. Therefore, the total amount of one or 

is more selected from Ti, Nb and V is preferably limited within a range of 0.01-0.1%. 
(d group): one or two selected from Ca and HEM in a total amount of 0.01 % or less 

Ca and REM have an effect for controlling the shape of suiiida inclusion, thereby having an effect for improving 
stretch-flanging property of any steel sheet. Such an effect is saturated if the total amount of one or two selected 
from Ca and REM is over 0.01 %. Therefore, the total amount of one or two selected from Ca and REM is preferably 

so limited to 0.01% or less. 

[0028] The steel sheet used in the present invention comprises Fe of the balance and inevitable impurities as other 
than the above-mentioned chemical components. The inevitable impurities may be as follows: Al: 0.1% or less, P: 
0.05% or less and S: 0.02% or less. • 
m [0029] Further, the steel sheet of the present invention is a steel sheet having the above-mentioned chemical com- 
position and comprising a composite structure of tempered martensite, retained austenite, ferrite and a tow-tempera- 
ture transformation phase. The tempered martensite In the present invention means a phase produced when lath-like 
martensite is heated and held within a temperature range (from Ac, transformation temperature to AC3 transformation 
temperature) for a short time. 

30 [0030] The tempered martensite Is a phase having microstructure which inherits the shape of the lath-like marten- 
site before tempering, The tempered martensite is made soft by tempering to have sufficient plastic deformation ability. 
Therefore, it is a phase effective for an improvement in duciiiity of any high-strength steel sheet. The steel sheet of the 
present invention comprises 20% or more by volume of such a tempered martensite phase. If the amount of the tem- 
pered martensite is below 20%, remarkable effect of improving ductility cannot be expected. Therefore, the amount of 

35 the tempered martensite in the composite structure is limited to 20% or more. If the amount of the tempered martensite 
is over 80%, it becomes difficult to make the strength of the steel sheet high. Thus, the amount is preferably set to 80% 
or less. 

[0031] Retained austenite is transformed to martensite by strain Induction upon working and has an effect for dis- 
persing locally-applied working strain widely to improve ductility of a steel sheet. The steel sheet of the present inven- 

w tion comprises 2% or more by volume of such retained austenite. If the amount of retained austenite is below 2%, a 
remarkable improvement in ductility cannot be expected. Therefore, the amount of retained austenite Is limited to 2% 
or more. The amount of retained austenite Is preferably 5% or more. A larger amount of retained austenite is more pref- 
erable. However, In the steel sheet of the present Invention produced through the heat history in a continuous galvaniz- 
ing line, the amount is practically 10% or less. 

45 [0032] In the composite structure of the steel sheet of the present invention, other than the above-mentioned tem- 
pered martensite and retained austenite are ferrite and a low-temperature transformation phase. 
[0033] Ferrite is a soft phase containing no Iron carbide, and has a high deformation ability to improve ductility of a 
steet sheet. The steel sheet of the present invention preferably comprises 30% or more by volume of ferrite. If the 
amount is below 30%, the improvement in duciiiity is a little. On the other hand, if the amount is over 70%, It becomes 

so difficult to make the strength of the steel sheet high. Therefore, the amount of ferrite is preferably set to 70% or less. 
[0034] The law-temperature transformation phase referred to in the present invention means martensite that Is not 
tempered or bainite. These low-temperature transformation phases are produced in the cooling stage in or after the 
secondary step in the manufacturing method of the present invention. Both of martensite and bainite are hard phases 
to increase the strength of a steel sheet. The amount of the low-temperature transformation phase is not especially lim- 

55 ited. This phase is appropriately distributed in accordance with the strength of the steel sheet. In order to increase the 
strength sufficiently, the low-temperature transformation phase is preferably martensite, which is hard. 
[0035] Ferrite, which is a soft phase, and the low-temperature transformation phase, which is a hard phase, 
together with the tempered martensite and retained austenite, constitute a composite structure, so that microstructure 
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is made wherein soft phases and hard phases are mixed. Thus, high ductility and low yield ratio are realized with the 
steel sheet, so that the formability of the steal sheet is remarkably Improved. 

[0036] The high-strength galvanized stee! sheet of the present invention is a galvanized steel sheet wherein a gal- 
vanized layer or an alloyed galvanized layer is formed on the topmost layer of the steel sheet having the abcve-men- 
s Honed composition and the above-mentioned composite structure. The coating-weight of the galvanized layer may be 
appropriately decided in accordance with the demand degree of corrosion resistance for use parts, and is not especially 
defined. In steel sheets used for structural parts of cars, the thickness (the coating-weight) of the galvanized layer Is 
preferably 30-60 g/m 2 . 

[0037] The following will describe the manufacturing method of a high-strength galvanized steel sheet of the 
w present invention. 

[0038] nrst, molten steel having the above-mentioned chemical composition is produced, and is cast in a usual 
known manner. The resultant slab is hot roiled, or further cold rolled in a usual known mannerto prepare steel sheet, if 
necessary, the steel sheet is subjected to pickling, annealing or the like step. 

[0039] In the present invention, the steel sheet having the above-mentioned chemical composition is subjected to 
is a primary step «j) )of subjecting to primary heat treatment and subsequent cooling to make the structure of the steel 
sheet into a structure comprising martensite; a secondary step (@)of performing secondary heat treatment in a con- 
tinuous galvanizing line, so as to temper martensite made by the primary heat treatment, and again austenitize a part 
of the structure of the steel sheet in order to generate retained austenite and a low-temperature transformation phase 
after cooling; and a subsequent tertiary step { ® )af performing galvanization, thereby coming to a high-strength gal- 
20 vanized steel sheet excellent in ductility. 

© Primary step 

[0040] In the primary step, the steel sheet is subjected to primary heat treatment in which the steel sheet is held at 
25 a temperature of (Ac 3 transformation temperature — 50°C) or higher for at least 5 seconds or more, and then the steel 
sheet is rapidly cooled to a temperature that is not more than Ms point temperature at a cooling rate of 10°C/ssc. or 
more. This primary step causes production of 20% or more (by volume) of lath-like martensite in the steef sheet. In 
order to obtain the tempered martensite referred to In the present invention, it is necessary to make, as a pre-structure, 
a structure comprising lath-like martensite. 
30 [0041] If the heating and holding temperature in the primary heat treatment is below (Aca transformation tempera- 
ture — 60°C), or the holding time is below 5 sec, the amount of austenite produced In the heating and holding Is small 
so tnat the amount of iath-llke martensite obtained after cooling becomes insufficient. If the cooling rate after the pri- 
mary heat treatment is below 1 0 °C/sec, the structure of the steel sheet afterthe cooling cannot be made to a structure 
comprising lath-like martensite. In order to keep the shape of the steel sheet good, the upper limit of cooling rate after 
35 the primary heat treatment is preferably set to ! 00 "C/sec. or less. The holding time is preferably set to from not less 
than 5 sec. to not more than 120 sec. 

[0042] In the case that, as a substrate material for galvanizing, there is used hot rolled steel sheet obtained by per- 
forming final hot rolling at a temperature that is not less than (Ar 3 transformation temperature -S0°C), this primary step 
may be replaced by a step in which the cooling after the final hot rolling is set up to rapid cooling to not more tnan Ms 
40 point temperature at a cooling rate of 1 0 °C/se-c. or more. However, to homogenize the structure of the steel sheet after 
the cooling, it is preferred to perform the primary step as an independent step after the hot rolling. 

@ Secondary step 

45 [0043] In the secondary step, the steel sheet in which 20% or more of lath-like martensite has been produced by 
the primary step is subjected to secondary heat treatment in which the steel sheet is held within a temperature range 
(between Ac, transformation temperature and Ac 3 transformation temperature) for 5 to 120 sec, and then the steal 
sheet Is cooled to a temperature that is 500°C or lower at a cooling rate of 5 5 C'sec. or more. By this secondary step, 
the Iath-llke martensite produced by the primary step is made to the tempered martensite and further a part of the struc- 

so ture of the steel sheet is again austenitized in order to produce retained austenite and the low-temperature transforma- 
tion phase finally. This secondary step is preferably performed in acontinuous galvanizing fine having both of annealing 
equipment and galvanizing equipment. 

[0044] if the heating and holding temperature In the secondary heat treatment is below Ac, transformation temper- 
ature, austenite is not regenerated and retained austenite or the low-temperature transformation phase cannot be 
55 obtained after the cooling. If the holding temperature Is over AC3 transformation, the tempered martensite Is again 
austenitized. 

[0045] If the heating and holing time in the secondary heat treatment is below 5 sec, regeneration of austenite is 
insufficient. Thus, afterthe cooling, a sufficient amount of retained austenite cannot be obtained. If the time is over 120 
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sec, re-austenitization of the tempered martensite advances, thus, it becomes difficult to obtain a necessary amount 
of the tempered martensite, 

[0046] If the cooling rate until 500°C after the secondary heat treatment is below 5 °C/sec, the cooling rata is slow 
so that the austenite produced in the secondary heat treatment is not turned to retained austenite or the low-tempera- 
5 tu re transformation phase but is transformed to ferrite, periite or the like. The cooling rate after the secondary heat treat- 
ment is preferably from not less than 5"C/sec. to not more than 50°Cfeec. 

[0047] This secondary step is preferably performed in a continuous galvanizing fine having both of annealing equip- 
ment and galvanizing equipment By performing this step in the continuous galvanizing line, the present process can 
be shifted to a tertiary step immediately after the secondary step. Thus, productivity is improved. 

(§) Tertiary step 

[0048] In the tartiary step, the steal sheet that has been subjected to the secondary step is subjected to galvanizing 
treatment and then cooled to 3.00°C at a cooling rate of 5°C/sec. or more. The galvanizing treatment may be performed 

is under usual treatment conditions in a continuous galvanizing line. The conditions are not especiaily limited. However, 
in galvanizing treatment at extremely high temperatures, it becomes difficult to keep a necessary amount of retained 
austenite. For this reason, the galvanization is preferably performed at 500°c or lower. When the cooling rate after the 
galvanization is extremely small, it becomes difficult to keep a necessary amount of retained austenite. Therefore, the 
cooling rate within a temperature range from a temperature after the galvanizing treatment to 300°C is preferably limited 

20 to 5 °C/sec. or more. Preferably, the cooling rate Is 50 °C/sec. or less. Of course, afterthe galvanizing treatment, wiping 
for adjusting the coating-weight may be performed if necessary. 

[0049] After the galvanizing treatment, alloying treatment maybe conducted, in the alloying treatment, the steel 
sheet after the galvanizing treatment is again heated to a temperature range of 450 to £50 °G and then the galvanized 
layer is alloyed. After the alloying treatment, cooling Is preferably conducted to 300 -C at a cooling rate of 5 °C/sec. or 

25 more. Alloying treatment at high temperatures makes it difficult to keep a necessary amount of retained austenite, so 
that the ductility of the steel sheet deteriorates. Therefore, the upper limit of alloying temperature Is preferably limited to 
SSO'C. if the alloying temperature is below 450°C, the alloying advances slowly so that productivity drops. If the cooling 
rate after the alloying treatment is extremely low, it becomes difficult to keep necessary retained austenite. Therefore, 
it Is preferred to limit the cooling rate for a temperature range from a temperature after the alloying treatment to 300°C 

ao to 5 X /sec. or more. 

[0050J The steel sheet after the galvanizing treatment or the alloying treatment may be subjected to temper roiling 
in order to reform its shape or adjust surface-roughness or the like, If ihe steel sheet Is subjected to such treatment as 
resin coating, oil and grease coating or any one of various coatings, no inconvenience arises. 
[0051 j The present invention is carried out on the assumption that the secondary heating, the galvanizing treatment 
25 and the alloying treatment of steel sheet are performed in a continuous galvanizing line having annealing equipment, 
galvanizing equipment and alloying equipment. However, each of the steps may be carried out in independent equip- 
ment or an independent step. 

Examples 

40 

(Example 1} 

[0052] Molten steels having the compositions shown in Table 1 were manufactured to in a steel converter. They 
were made into slabs by continuous casting. The resultant slabs were hot rolled to have a thickness of 2.6 mm. Next, 

45 they were pickled and then coid rolled to obtain steel sheets having a thickness of 1 .0 mm. 

[0053] Next, these cold-rolled steel sheets were subjected to a primary step wherein heating and holding and then 
cooling were performed under primary step conditions shown in Table 2 in a continuous annealing line. After the pri- 
mary step, their structures were examined to measure the amount of iath-like martensite. Further, these steel sheets 
that had been subjected to the primary step were subjected to a secondary step wherein heating and holding and then 

so cooling were performed under secondary step conditions shown In Table 2 in a continuous galvanizing line, and subse- 
quently the steel sheets were subjected to tertiary step wherein galvanizing treatment and cooling were performed, and 
some of Ihe steel sheets were subjected to the alloying treatment of (heir galvanized layers, in which reheating was per- 
lormed after the galvanizing treatment. The resultant steel sheets were examined about their microstructure and 
mechanical properties. The results are shown in Table 3. 

55 [0054] The galvanizing treatment was conducted by immersing the steel sheets in a galvanizing tank whose batn 
temperature was 475°C. The steel sheets were pulled up and then their coating-weight was adjusted by gas-wiping in 
the manner that their coating-weight on their single surface would be 50 g/rn 9 . In the case that thoir galvanized layer 
was subjected to the alloying treatment, afterthe wiping, the temperature of the steel sheets was raised to 500"C at a 
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heating rate of 1 0 °C/sec. The holding time upon the alloying treatment was adjusted in the manner that the iron content 
in each galvanized layer would be S-1 1%. 

[0055] About the observation of the microstruoture of the steel sheets, cross sections thereof were observed with 
an optical microscope or a scanning electron microscope. About the amount of lath-like martensite and the amount of 

s tempered martensite in the micrastructure, 1000-magnification photographs of sectional structures were used. The 
occupation area ratio of the phase present In an area 1 00 mm square selected at will was calculated by image-analysis, 
and the ratio was defined as the volume ratio of the phase. The amount of retained austenite was obtained by measur- 
ing intensity of diffracted X-ray at the thickness center face, with specimens taken out from the steel sheets and pol- 
ished up to their center face in their thickness direction. The incident X-ray used was a MoK rx ray. Intensity ratios of 

io diffracted X-ray at {1 1 1 ), {2CO}, {220] ana {311} planes of the retained austenite phase in the specimens were obtained 
respectively, and the average value thereof was defined as the volume ratio of retained austenite. 
[0056] About the mechanical properties, yield strength (yield point) YP, tensile strength TS and elongation El were 
measured with JIS No. 5 tenslie test pieces taken out, in the direction perpendicular to the rolling direction, from the 

75 [0057] These results are shown In Table 3. 

[0058] From Table 3, it can be understood that Examples of the present invention were high-ductility and high- 
strength galvanized steel sheets with weli-bsianced strength and elongation, having a tensi;c strength TS of 590 MPa 
or more, an elongation El of 30% or more, and a strength-elongation balance (TS x El) of 21 000 MPa % or more. 
[0059] On the other hand. Comparative Examples, which were out of the scope of the present Invention, had insuf- 

20 ficient ductility and low strength-elongation balance. 

[0060] About steel sheet No. 2, heating and holding temperature in the primary heat treatment was low. Its amount 
of lath-like martensite obtained after the cooling was small, and its amounts of tempered martensite and retained 
austenite after the galvanizing treatment were small. Its strength-elongation balance was low. About steel sheet No. 5, 
holding time in the primary heat treatment was short. Its amount of iath-IIke martensite obtained after the cooling was 

p.s small, and the amount of tempered martensite afterthe galvanization treatment was small. Its strength-elongation bal- 
ance was low. About steel sheet No. 6, holding temperature in the secondary heat treatment was too high. Its amount 
of tempered martensite after the galvanizing treatment was small, its strength-elongation balance was low. About steel 
sheet No. 7, holding temperature in the secondary heat treatment was too low. No retained austenite was produced, 
after the galvanization treatment. Its strength-elongation balance was low. About steel sheet No. S, holding time in the 

30 secondary heat treatment was too short, its amount of retained austenite after the galvanizing treatment was small. Its 
strength -elongation balance was low. About steel sheet No. 9, holding time in the secondary heat treatment was con- 
versely too long. Its amount oi tempered martensite after the galvanizing treatment was small. Its strength-elongation 
balance was low. About steel sheet No, 1 0, the cooling rate in the secondary heat treatment was small, and about steel 
shaet No. 1 1 , the cooling rate to 300'C after the alloying treatment was small. Their amount of retained austenite after 

as the galvanization treatment was small. Their strength-elongation balance was low. About steel sheet No. 13, the cooling 
rate afterthe primary heat treatment was small. Its amount of lath-like martensite obtained afterthe cooling was small, 
and its amount of tempered martensite after the galvanizing treatment was small. Its strength-elongation balance was 

[0061 J About steel sheets No. 1 8-20, the chemical compositions thereof were out of the scope of the present inven- 
40 tion. The generated amount of tempered martensite or retained austenite was small. Its strength-elongation balance 
was low. 
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Chemical compositions (mass %) 
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Table 1 {continued) 



Stee! No. 


Chamica! compositions (mass %) 
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Mn 


Si 


Cr 


Mo 
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Ti 


No 


Ca 
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(Example 2) 

[00621 Molten steal B having the composition shown In Table 1 was produced to In a steel converter. The steel was 
made into slabs by continuous casting. The resultant slabs were subjected to a hot rolling step for making their thick- 

s ness to 2.3 mm. Immediately after the hot rolling, they were subjected to a hot-rolled steel sheet structure adjusting step 
in which they were rapidly cooled under conditions shown in Table 4 and wound into a coil form. This hot-rolled steel 
sheet structure adjusting step was performed instead of the primary step in the manufacturing method of the present 
invention. After the hot-rolled steel sheet structure adjusting step, the mbrostructure of the steel sheet was examined 
to measure the amount of lath-like martenslte. 

w £0063] Next, this hot-rolled steel sheet was subjected to a secondary step wherein heating and holding and then 
cooling were performed under secondary step conditions shown in Table 4 in a continuous galvanizing line. Subse- 
quently, the steel sheet was subjected to a tertiary step of performing galvanizing treatment, alloying treatment of the 
galvanized layer, and cooling. 

[0064] The galvanizing treatment was performed in the same manner as in Example !. About the resultant steel 
w sheet, its mtcrostructure and mechanical properties were examined in the same manner as : in Example 1 . The results 
are shown in Table 5. 

10065] From Table 5, it can be understood that the galvanized steel sheet of the present invention was a high- 
strength galvanized steel sheet excellent in ductility, having a tensile strength TS of 590 MPa or more and a strength- 
elongation balance (TS x El) of 23000 MPa % or more. 

so 
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Possibilities of Industrial Applications 

[0066] According to the present invention, any high-strength galvanized steel sheet thereof has very good ductility. 
It is possible to produce cheaply and stably a high-strength galvanized steei sheet which is very suitable for a raw mate- 
rial of forming products, typical examples of which are car parts, Thus, the present invention has remarkably advanta- 
geous effect for industries. 

Claims 

1 . A high-strength galvanized steel sheet having excellent ductility, characterized by comprising, a galvanized layer or 
an alloyed galvanized layer on the surface of a Steel sheet. 

the steel sheet having a composition comprising C: 0.05-0.20 mass %, Si: 0.3-1.8 mass %, Mn: 1,0-3,0 
mass %, Fe of the balance and inevitable impurities, and comprising a composite structure having tempered mar- 
tensite, retained austenite, ferrite and a low-temperature transformation phase, the tempered martensite being con- 
tained in an amount of 20% or more by volume, and the retained austenite being contained in an amount of 2% or 
more by volume. 

2. The high-strength galvanized steel sheet having excellent ductility according to claim 1 , characterized by compris- 
ing not only the above-mentioned composition but also one or more groups selected from the following groups (a)- 
(d): 

(a group): one or two selected from Cr and Mo in a total amount of 0.05-1 .0 mass %, 
(b group): B: 0.003 mass % or less, 

(c group): one or more selected from Ti, Nb and V in a total amount of 0.01-0.1 mass %, and 
(d group): one or two selected from Ca and REM In a total amount of 0.01 mass % or less. 

3. A method for manufacturing a high-strength galvanized steel sheet having excellent ductility, characterized by per- 
forming successively a primary step of subjecting steel sheet having a composition comprising C: 0.05-0.20 mass 
%, Si: 0.3-1 .8 mass %, Mn: 1 .0-3.0 mass %, Fe of the balance and inevitable impurities to primary heat treatment 
in which the steel sheet is held at a temperature of (AC3 transformation temperature -6Q°C) or higher for 5 seconds 
or more, and then cooling the steel sheet to a temperature that fs not more than Ms point temperature at a cooling 
rate of 10 °C/sec. or more; 3 secondary step of subjecting the steel sheet to secondary heat treatment In which the 
steel sheet is held within a temperature range between Ac, transformation temperature and AC3 transformation 
temperature for 5-1 20 sec. and then cooling the steel sheet to a temperature that is 500 a C or lower at a cooling rate 
of 5 "C/sec. or more; and a subsequent tertiary step of subjecting the steel sheet 10 galvanized treatment to form 
a galvanized layer on the surface of the steel sheet and then cooling the steel sheet to 3QQ"C at a cooling rate of 
5"C/sec. or more. 

4. The method for manufacturing a high -strength galvanized steel sheet having excellent ductility according to claim 
3, characterized in that the tertiary step is a step of subjecting the steel sheet to galvanizing treatment to form the 
galvanized layer on the surface of the steel sheet, reheating the sieel sheet to a temperature range of 450 to 550°C 
so as to subject the galvanized layer to alloying treatment and, aflerthe alloying treatment, cooling the steel sheet 
to 3Q0°C at a cooling rate of 5 "C/sec. or more. 

5. The method for manufacturing a high-strength galvanized steel sheet having excellent ductility according to claim 
3 or 4, characterized in that the stee! sheet comprises not oniy the above-mentioned composition but also one or 
more groups selected from the following groups (a)-(d): 

(a group): one or two selected from Cr and Mo in a total amount of 0.05-1 .0 mass %, 
(b group): B: 0.003 mass % or less, 

(c group): one or more selected from Ti, Nb and V in a total amount of 0.01 -0,1 mass %, and 
(d group): one or more selected from Ca and REM in a total amount of 0.01 mass % or less. 

6. The method for manufacturing a high-strength galvanized steel sheet having excellent ductility according to any 
one of claims 3 to 5, characterized in that the steel sheet is made to hot-rolled steel sheet that has been subjected 
to final hot rolling at a temperature that is (Ar 3 transformation temperature — 50°C) or higher, and the above-men- 
tioned primary step is replaced by a hot-rolled steel sheet structure adjusting step of cooling the steel sheet rapidly 
to a temperature that is Ms point temperature or lower at a cooling rate of 1 0 °C/sec; or more after the final hot roll- 
ing. 
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